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@ Production of synthesis gas from hydrocarbonaceous feedstocic 
@ Hydrocarbonaceous feedstocks are converted to syn- 
thesis gas by a catalytic partial oxidation process wherein a 
mixture of hydrocarbonaceous feedstod<. oxygen or an 
oxygen-containing gas and, optionally, steam is provided to a 
catalytic partiai oxidation zone at a temperature not lower than 
93°C below its autoignition temperature and at an oxygen-to- 
carbon molar ratio from 0.3:1 to 0.8:1. The catalytic partial 
oxidation zone contains a catalyst having a geometric surface 
area-to-volume ratio of at least 5 cm^/cm^, preferably greater 
than 20 cm^/cm'. The catalyst volume requirements are 
comparatively low inasmuch as space velocities wfiich are from 
about 20,000 hrr' to 500,000 hr.-i. 
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PRODUCTION OF SYNTHESIS GAS FROM HYDROCARBONACEOUS FEEDSTOCK 



BACKGROUND OF THE INVENTION 



Field of the Invention 

The present invention relates to the production of 
synthesis gas from gaseous or vaporizable hydro- 
carbonaceous feedstocl<s. In particular, the inven- 
tion relates to the preparation of synthesis gas by 
the catalytic partial oxidation of hydrocarbonaceous 
feedstocks under conditions which allow efficient 
conversion at relatively low temperatures and low 
oxygen demand. Furthermore, the process of the 
Invention uses equipment which is less expensive 
than equipment previously employed in the oxidation 
of hydrocarbonaceous feedstocks. 



Description of the Prior Art 



The conversion of hydrocarbonaceous feed- 25 
stocks, such as natural gases recovered from sites 
near petroleum deposits, into Industrially useful 
gases has been practiced for many years. Typically, 
such gases contain, as their major components, 
methane, ethane, propane and butane. Also in- 30 
eluded in the conversion, in some instances, may be 
low-boiling liquid hydrocarbons. 

In order to convert hydrocarbonaceous feed- 
stocks into industrially useful products such as 
ammonia, carbon monoxide, methanol, hydrogen 35 
and town gas, the feedstock is first converted into 
so-called synthesis gas. the principal constituents of 
which are carbon monoxide, hydrogen, methane and 
carbon dioxide. The synthesis gas is then subjected 
to a number of separation and/or conversion 40 
processes to obtain ttie desired end products. 

The most commonly employed method for con- 
verting hydrocarbonaceous feedstocks to synthesis 
gas has been catalytic reforming. In this process, the 
hydrocarbonaceous feedstock is reacted with steam 45 
in the presence of a catalyst, usually a nickel-con- 
taining catalyst, at temperatures between about 
650° C and 1040°C. The hydrocarbons react with 
steam under these conditions to produce carbon 
monoxide and hydrogen. Catalytic steam reforming 50 
is an expensive process to carry out. Not only is the 
nickel containing catalyst very expensive, but also, 
the reactfons are highly endothermfc. Consequently, 
a great deal of energy must be provided to drive the 
reaction to the desired products. Frequently, air is 55 
provided to the reforming reaction in order to 
provide energy through partial oxidation of hydrocar- 
bons. 

Partial oxidation of hydrocarbonaceous feed- 
stocks represents one alternative to steam refor- 60 
ming in the production of synthesis gas. Most of the 
partial oxidation processes that have been employed 
commercially are non-catalytic processes. Non- 



catalytic partial oxidation reactions however, are 
relatively inefficient. They operate at high tempera- 
tures. i.e., in the range of 1,200°C to 1.5400" and 
require large amounts of oxygen. Typically, the 
oxygen-to-carbon ratio required in non-cataiytk: 
partial oxWation is greater than 0.8:1 and often 
greater than 1:1. 

U.S. Patent 4,390,347 Issued to Dille et al. 
describes a process for the production of synthesis 
gas by the non-catalytic partial oxidation of a liquid 
hydrocarbonaceous fuel. The hydrocarbonaceous 
feedstock is reacted with a free oxygen-containing 
gas in the presence of steam at an autogenously 
maintained temperature within the range of 925°C to 
leSCC at a pressure in the range of about 100 to 
2300 KPa absolute. The oxygen-to-cafbon molar 
ratio is said to be from 0.7:1 to 1.5:1. 

U.S. Patent 3,890,113 issued to Child et al., 
describes the production of a methane-rich stream 
in which non-catalytic partial oxidation of a hydrocar- 
bonaceous feedstock is carried out in the presence 
of steam and oxygen. The ratio of free oxygen in the 
oxidant to carbon in the feedstock is in the range of 
0.8:1 to 1.5:1. The product synthesis gas is sub- 
jected to a water gas shift reaction to increase the 
amount of hydrogen in the gas. 

U.S. Patent 3,927,998 issued to Child et al., relates 
to the production of a methane rich stream by the 
partial oxidation of the hydrocarbonaceous fuel 
employing a steam to fuel weight ratio of 2.2:1 to 
2.9:1 and an oxygen-to-carbon molar ratio of 0.8:1 to 
0.84:1. The partial oxidation is carried out in the 
absence of catalysts. The synthesis gas is cooled 
and water, carbon dioxide, carbon and other 
impurities are removed. The hydrogen and carbon 
monoxide in the gas are reacted in a catalytic 
methanafion zone to produce a methane-rich 
stream. 

Conversion efficiency of partial oxidation pro- 
cesses can be improved by the use of catalysts. 
However, catalytic partial oxidation processes of the 
prior art generally employ very expensive catalyst 
materials. For example, U.S. Patent 4,087,259. 
issued to Fujltani et al., describes a process wherein 
a liquid hydrocartjonaceous feedstock is vaporized 
and then partially oxidized in contact with a catalyst 
consisting of rhodium supported on a carrier. 

The use of catalysts in partial oxidation processes 
requires that the reaction be carried out within a 
specific range of 'space velocity". Space velocity 
may be defined as the volumetric hourly rate of 
throughput per volume of catalyst. All figures guoted 
herein refer to the volumetric hourly rate at standard 
conditions of temperature and pressure. In order to 
obtain acceptable levels of conversion using cata- 
lytic partial oxidation processes of the prior art it has 
been necessary to use space velocities below about 
12.000 hr.-^ For example, U.S. Patent No. 4,522,894, 
issued to Hwang et al., describes the production of a 
hydrogen-rich gas to be used as fuel for the fuel cell. 
The process reacts a hydrocarbon feed with steam 
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and an oxidant in an autothermal reformer using 2 
catalyst zones. The total hourly space veloaty is 
between 1.960 hr^ and 18.000 hr.-'. Because the 
prior art processes must be carried out at low space 
velocity, catalytic partial oxidation reactors of the 
prior art have had to have large catalyst beds in 
order to achieve the throughputs desired in com- 
mercial operation. This increases the size and cost 
of the partial oxidation reactor. 

It is an object of the present invention to provide a 
catalytic partial oxidation process which allows for 
the efficient conversion of hydrocarbonaceous f eed- 
stocl<s to synthesis gas at relatively high space 
velocities, on the order of about 20.000 hr.-J or 
higher, so that the size of the catalyst bed and the 
partial oxidation reactor can be kept to a minimum 
«/hile still obtaining commercially acceptable 
throughputs. .• ,^ 

It is a further oblect of the present Invention to 
provide a catalytic partial oxidation process which 
converts hydrocarbonaceous feedstocks to syn- 
thesis gas with a relatively low oxygen demand, 
thereby increasing throughput of hydrocarbona- 
ceous feedstocks. 

It is yet a further object of the invention to provide 
a catalytic partial oxidation process which allows for 
the use of relatlvety inexpensive catalysts. 



SUMMARY OF THE INVENTION 

The present invention provides a catalytic partial 
oxidation process for converting gaseous or vapo- 
rizable hydrocarbonaceous feedstock to synthesis 
gas The process of the invention operates efficiently 
at low oxygen demand. The processing conditions 
and type of catalyst employed allow the process to 
be carried out at high space velocity. 
The process of the invention comprises: 

(a) introducing to a catalytic partial oxidation 
zone a gaseous mixture of a hydrocarbona- 
ceous feedstock, oxygen or an oxygen-contain- 
ing gas and, optionally, steam in which the 
steam-to-carbon molar ratio Is from 0:1 to 3.0:1 
and the oxygen-to-carbon molar ratio Is from 
0 Si to 0.8:1. said mixture being introduced to 
the catalytic partial oxidation zone at a tempera- 
ture not lower than 93° 0 below its autoignition 
temperature and preferably at or above its 
autoignition temperature; and 

(b) partially oxidizing the hydrocarbonaceous 
feedstock In the catalytic partial oxidation zone 
to produce a gas consisting essentially of 
methane carbon oxides, hydrogen and steam 
by passing the mixture through a catalyst 
capable of catalyzing the oxidation of the 
hydrocarbons, said catalyst having a ratio of 
surface area to volume of at least 5 cm^/cm^. 
The process of the invention can be carried out 
using as a catalyst, inexpensive materials not 
previously considered to have useful catalytic activ- 
ity. 

The process can be canied out at high space 
velocities, on the order of 20.000 hr.-^ to 500.000 



hr.-' thus allowing for high throughputs using a 
relatively smaH catalytic partial oxidation reactor . 

BRIEF DESCRIPTION OF DRAWINGS 



Fig. 1 is an elevated cross-section view of a 
reactor having at its input a mixer and distribu- 
tor suitable for introducing the reactants to the 
catalyst bed. 

Fig. 2 is an enlarged elovational cross-section 
view of a broken-away portion of the mixer and 
distributor of Rg. 1. 

Fig. 3 is a top view of a broken-away quarter 
section of the mixer and distributor of Fig. 1 . 

Fig. 4 is a bottom view of a broken-away 
quarter section of the mixer and distributor of 
ng.1. 

Fig. 5 is a diagrammatic elevational cross- 
sectional illustration of a broken-away portion 
of the mixer and feeder of Rgs. 1 and 2 showing 
critical dimensions. 

Fig. 6 is a graph plotting oxygen-to-carbon 
molar ratios vs. steam-to-carbon molar ratio for 
three different operating temperatures at an 
operating pressure of 2760 KPa. 

Fig. 7 is a graph plotting the hydrogen-to-car- 
bon monoxide molar ratio in the catalytic partial 
oxidation reaction product vs. The steam-to- 
carbon molar ratio for three different operating 
temperatures at an operating pressure of 2760 

'^'rq. 8 is a graph plotting the volume o/o 
methane in the catalytic partial oxidation pro- 
duct vs. the steam-to-carbon molar ratio for 
three different operating temperatures at an 
operating pressure of 2760 KPa. 

Fig 9 is a graph plotting the volume o/o 
carbon dioxide in the catalytic partial oxidation 
product for three different operating tempera- 
tures at an operating pressure of 2760 KPa. 

Fig. 10 is a graph plotting the molar ratio of 
total hydrogen and carbon monoxide in the 
product to total hydrogen and carbon in the 
feedstock for three different operating tem- 
peratures at an operating pressure of 2760 KPa. 

nFTAll FD DESCRIPTION OF THE INVENTION 

The process of the present invention can be 
used to produce synthesis gas from any 
gaseous or low-boiling hydrocarbonaceous 
feedstock. Typically, a gaseous hydrocarbona- 
ceous feedstock used to produce synthesis 
gas is natural gas having the following approxi- 
mate composition: methane. 93<i/o: ethane. 50/o; 
propane 1.50/o; butane and higher hydrocar- 
bons. 0.5%. , 

Little reforming reactions take place In tne 
process of the invention; that is, the process of 
the invention refies essentially on partial oxida- 
tion to convert hydrocarbonaceous feedstock 
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to synthesis gas. The process of the invention 
can be employed to convert hydrocartoona- 
ceous feedstock to synthesis gas, in the 
absence of reforming reactions, with very low 
levels of hydrocarbon slippage (unreacted feed- 5 
stock), l.e. as low as 2<Vb or lower, if desired. For 
some end uses, e.g. the production of town 
gas, it may be desired to allow significantly 
higher levels of hydrocarbon slippage and this 
can also be accomplished in accordance with 10 
the process of the invention. Because the rate 
of conversion in the partial oxidation reaction 
can be mass transfer controlled independently 
of the chemical nature of the catalyst employed, 
the process of the invention can t)e carried out IS 
efficiently using relatively inexpensive catalyst 
materials, provided that the surface area-to 
volume requirements of the invention are met. 

In accordance with the process of the 
invention the reactant gases are introduced to so 
the reaction zone, i.e. the catalyst bed, at an 
inlet temperature not lower than 93° C less than 
the autoignition temperature of the feed mix- 
ture. Preferably the reactant gases are intro- 
duced at a temperature at or above the 25 
autoignition temperature of the mixture. A 
further essential feature of the invention Is that 
the reactants shall be completely mixed prior to 
the reaction. Introducing the thoroughly mixed 
reactant gases at the proper temperature 30 
ensures that the partial oxidation reactions will 
be mass transfer controlled. Consequently, the 
reaction rate is relatively Independent of cata- 
lyst activity, but dependent on the surface-area- 
to-volume ratio of the catalyst. It Is possible to 35 
use any of a wide variety of materials as a 
catalyst, provided that the catalyst has the 
desired surface-area-to-volume ratio. It Is not 
necessary that the catalyst have specific cata- 
lytic activity for the steam refonning reaction. 40 
Even materials normally considered to be 
non-catalytic can promote the production of 
synthesis gas under the reaction conditions 
specified herein when used as a catalyst in the 
proper configuration. The term 'catalyst', as 45 
used herein, is Intended to encompass such 
materials. 

The process of the invention can be under- 
stood with reference to the figures. The cata- 
lytic partial oxidation zone is typically the 50 
catalyst bed of a reactor such as that Illustrated 
in Fig. 1. As shovm in Fig. 1, a reactor for 
partially oxidizing a gaseous feedstocl< includes 
an input mixing and distributor section Indi- 
cated generally at 30. The mixer and distributor 55 
mixes the feedstock with an oxidant and 
distributes the mixture to the entrance of a 
catalytic reactor section indicated generally at 
32 wherein the feedstock is partially oxidized to 
produce a product which Is then passed 60 
through the exit section indicated generally at 
34. 

The reactor includes an outer shell 40 of 
structural metal such as carbon steel with a top 
42 secured thereon by bolts (not shown) or the 65 



like. A layer 43 of insulation, such as 2300° F 
(1260'*C) BPCF ceramic fiber insulation, is 
secured to the inside of the upper portion of the 
shell 40 including the top 42. In the lower 
portion of the mixing section 30 in Ihe reactor 
sectfon 32 and outlet section 34, there are 
secured layers 46, 48 and 60 on the inskJe of ttie 
shell. The layer 46 is a castable or equivalent 
insulation such as 2000° F {1090"C) ceramic 
Insulation. The layer 48 Is also a castable or 
equivalent layer of insulation but containing 
600/0 alumina for withstanding 3000° F (1650°C). 
The internal layer 50 is a refractory or equivalent 
layer such as 97% alumina with ceramic 
anchors or 97% alumina brick for withstanding 
the interior environment of the reactor section. 

The catalytic reactor section 32 contains one 
or more catalyst discs 54. As shown, the reactor 
contains a sequence of discs 54 separated by 
high alumina rings 58 between each adjacent 
pair of discs. The stack is supported by a grill 
with high alumina bars 56. A sample port 60 Is 
formed in the lower end of the reaction section 
and has a tube, such as type 309 stainless steel 
tube 62 extending below the bottom refractory 
disc 54 for withdrawing samples of the product. 

The outlet section 34 is suitably formed for 
being connected to a downstream heat re- 
covery boiler (not shown) and/or other pro- 
cessing equipment. 

The catalyst comprises a high surface area 
material capable of catalyzing the partial oxida- 
tion of the hydrocarbonaceous feedstock. The 
catalyst is in a configuration that provides a 
surface area to volume ratio of at least 5 
cm^lcxcP. Preferably, the catalyst has a geome- 
tric surface area to volume ratio of at least 20 
cmVcm^. While there is no strict upper limit of 
20 surface area to volume ratio, it normally does 
not exceed about 40 cm^/cm^. A wide variety of 
materials can be used in the construction of the 
catalyst Including materials not normally con- 
sidered to have catalytic activity, provided that 
the catalyst configuration has the desired 
surface area to volume ratio. 

The catalyst disc 54 can be, for example, a 
monolithic structure having a honeycomb type 
cross-sectional configuration. Suitable monoli- 
thic structures of this type are produced 
commercially, in sizes smaller than those used 
in the process of the invention, as structural 
substrates for use in the catalytic conversion of 
automobile exhausts and as catalytic combus- 
tion chambers of gas turbines or for catalytic 
oxidation of waste streams. Typically, the 
monolithic structure is an extruded material 
containing a plurality of closely packed chan- 
nels running through the length of the structure 
to form a honeycomb structure. The channels 
are typically square and may be packed in a 
density as high as 186 per square centimeter of 
cross section. The monolithic structure can be 
constructed of any ofa variety of materials, 
including cordierite (MgO/Al203/SiO2), Mn/ 
MgO cordierite (Mn-MgO/AlzOa/SiOj), mullite 
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(A(203/Si02), mullite aluminum titanate (AlaOs/ 
Si02-(Al,Fe)203/ri02), zirconia spinel (ZrOz/ 
MgO/AlaOa), spinel (MgO/Al203). alumina 
(AlzOs) and igh nickel alloys. The monolithic 
catalyst may consist solely of any of these 
structural materials, even though these materi- 
als are not normally considered to have catalytic 
activity by themselves. Using honeycombed 
substrates, surface area to volume ratios up to 
40 cm^/cm^ or higher can be obtained. Alterna- 
tively, the monolithic substrate can be coated 
with any of the metals or metal oxides known to 
have activity as oxidation catalysts. These 
include, for example, palladium, platinum, rho- 
dium, irridium, osmium, ruthenium, nickel, chro- 
mium, cobalt, cerium, lanthanum and mixtures 
thereof. Other metals which can be used to coat 
the catalyst disc 54 include noble metals and 
metals of groups lA, IIA, III. IV, VB, VIB, or.VIIB 
or the 25 periodic table of elements. 

The catalyst discs 54 may also consist of 
structural packing materials, such as that used 
in packing absorptfon columns. These packing 
materials generally comprise thin sheets of 
corrugated metal tightly packed together to 
form elongate channels running therethrough. 
The structural packing materials may consist of 
corrugated sheets of metals such as high 
temperature alloys, stainless steels, chromium, 
magnanese, molybdenum and refractory ma- 
terials. These materials can, if desired, be 
coated with metals or metal oxides known to 
have catalytic activily for the oxidation reaction, 
such as palladium, platinum, rhodium, irridium, 
osmium, ruthenium, nickel, chromium, cobalt, 
cerium, lanthanum and mixtures thereof. 

The catalyst discs 54 can also consist of 
dense vAre mesh, such as high temperature 
alloys or platinum mesh. If desired, the wire 
mesh can also be coated with a metal or metal 
oxide having catalytic activity for the oxidation 
reaction, including palladium, platinum, rho- 
dium, irridium, osmium, ruthenium, nickel, chro- 
mium cobalt, cesium, lanthanum and mixtures 
thereof. 

The surface area to volume ratio of any of the 
aforementioned catalyst configurations can be 
Increased by coating the surfaces thereof with 
an aqueous slurry containing about 1% or less 
by weight or particulate metal or metal oxide 
such as alumina, or metals of groups lA, IIA, III, 
IV, VB, VIB and VlIB and firing the coated 
surface at high temperature to adhere tl^e 
particulate metal to the surface, but not so high 
as to cause sintering of the surface. The 
particles employed should have a BET (Brun- 
nauer-Emmett-Teller) surface area greater than 
about 10 m^/gram, preferably greater than 
about 200 m^/g ram. 

In the practice of the invention, a gaseous 
mixture of hydrocarbonaceous feedstock, 
oxygen or an oxygen-containing gas such as 
air, and, optionally, steam is introduced into the 
catalytic partial oxidation zone at a temperature 
not lower than 93° C below its autolgnltion 



temperature. Preferably, the gaseous mixture 
enters the catalytic partial oxidation zone at a 
temperatue equal to or greater than Its autolgnl- 
tion temperature. It Is possible to operate the 
reactor in a mass transfer controlled mode with 
the reactants entering the reaction zona at a 
temperature somewhat below the autoignltton 
temperature since the heat of reaction will 
provide the necessary energy to raise the 
reactant temperature within the reaction zone. 
In such a case, however, it will generally be 
necessary to provide heat input at the entrance 
to the reaction zone, for example by a sparking 
device, or by preheating the contents of the 
reactor, including the catalyst, to a temperature 
in excess of the autoignition temperature prior 
to the introducing of the reactants to initiate the 
reaction. If the reactant temperature at the Input 
to the reaction zone Is lower than the autolgnl- 
tion temperature by more than about 93° C, the 
reaction becomes unstable. 

When the reactant mixture enters the cata- 
lytic partial oxidation zone at a temperature 
exceeding its autoignition temperature, it is 
necessary to introduce the mixture to the 
catalyst bed immediately after mixing; that is, 
the mixture of hydrocartsonaceous feedstock 
and oxidant should preferably be Introduced to 
the catalyst bed before the autoignition delay 
time elapses. It is also essential that the 
gaseous reactants be thoroughly mixed. Failure 
to mix the reactants throughly reduces the 
quality of the product and can lead to overheat- 
ing. A suitable apparatus for mixing and 
distributing the hydrocarbonaceous feedstock 
and oxygen or oxygen-containing gas so as to 
provide thorough mixing and to introduce the 
heated reactants into the reaction zone in a 
sufficiently short time is illustrated in Figs. 1-5. 

Refen-ing to Fig. 1, one of the feed gases, i.e. 
hydrocarbonaceous gas or oxygen-containing 
gas, is introduced info the input section 30 
through a first inlet port 66 through the top 42 
which communicates to an upper feed cone 68 
which forms a first chamber. The cone 68 is 
fastened by supports 69 in the top 42. The other 
feed gas is introduced into the Input section 30 
through second inlets 70 extending through 
side ports of the shell 40 and communicating to 
a second chamber 72 which is interposed 
between the upper chamber 68 and the inlet of 
the catalyst reaction section 32. A ring 73 
mounted 5 on the central portkin of an upper 
wall 75 of the chamber 72 sealingly engages the 
lower edge of the cone 68 so that the wall 82 
forms a common wall between the upper 
chamber 68 and lower chamber 72. The cham- 
ber 72 has an upper outer annular portion 74, 
see also Figs. 2 and 3, which is supported on 
the top surface of the refractory layer 50. A 
lower portion of the chamber 72 has a tubular 
wall 76 which extends downward in the refrac- 
tory sleeve 50. The bottom of the chamber 76 is 
formed by a cast memtjer 78. 

Optionally, steam can be Introduced into 
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either or both of the hydrocarbonaceous feed- 
stock and oxygen or oxygen-containing gas, as 
Indicated by the dotted arrows in Fig. 1. "Rie 
gases are fed to the reactor in relative propor- 
tions such that the steam-to-carbon molar ratio 
is from 0:1 to 3.0:1, preferably from 0.3:1 to 
2.0:1. Ttie oxygen-to-carbon ratio is from 0.3:1 
to 0.8:1. preferably from 0.45:1 to 0.65:1. If it is 
desired to use the resulting synthesis gas in the 
production of town gas, then the preferred 
oxygen-to-carbon molar ratio is from 0.3:1 to 
0.65:1. For most other uses, such as the 
production of ammonia, methanol, hydrogen 
and carbon monoxide, the preferred oxygen-to- 
carbon molar ratio is from 0.4:1 to 0.8:1. 

The reactant mixture preferably enters the 
catalytic reactor section 32 at a temperature at 
or above its autoignition temperature. Depend- 
ing on the particular proportions of reactant 
gases, the reactor operating pressure and the 
catalyst used, this will generally be between 
about 290° C and 590° C. Preferably, hydrocar- 
bonaceous feedstock and steam are admixed 
and heated 1o a temperature from 340° C to 
GSO'C prior to passage through inlet port(s) 70 
or 66. Oxygen or oxygen-containing gas, such 
as air, is heated to a temperature from 65°C to 
650° C and passes through the other inlet 
port(s)66or70. 

Referring to Fig. 2, the mixing and distributing 
means comprises a plurality of elongated tubes 
80 having upper ends mounted in the upper wall 
75 of the chamber 72. The lumens of the tubes 
at the upper end communicate with the upper 
chamber 68. The bottom ends of the tubes 80 
are secured to the member 78 with the lumens 
of the tubes communicating with the upper 
ends of passageways 84 formed vertically 
through the member 78. Orifices 86 are formed 
in the walls of the tubes 60 for directing streams 
of gas from the chamber 72 Into 15 the lumens 
of the tubes 80. The inlets 66 and 70, the cone 
68. the supports 69 are formed from a conven- 
tional corrosion and heat resistant metal while 
the chamber 72, tubes 80 and member 78 are 
formed from a conventional high temperature 
alloy or refractory type material. 

The number of tubes 80, the internal diameter 
90 (see Rg. 5) of the tubes 80, the size and 
number of the orifices 86 in each tube are 
selected relative to the gas input velocities and 
pressures through inlets 66 and 70 so as to 
produce turbulent flow writhin the tubes 80 at a 
velocity exceeding the flashback velocity of the 
mixture. The minimum distance 92 of the 
orifices 86 from the bottom end of the tube 80 at 
the opening into the diverging passageways 84 
is selected to be equal to or greater than that 
required for providing substantially complete 
mixing of the gas streams from chamber 68 and 
72 under the conditions of turbulence therein. 
The size of the internal diameter 90 of the tubes 
80 as well as the length 94 of the tubes is 
designed to produce a sufficient pressure drop 
in the gas passing from the chamber 68 to the 



m chamber so as to provide tor substan- 
tially uniform gas flow through the tubes 80 from 
the chamber 68. Likewise the size of the orifices 
86 is selected to provkle sufficient pressure 
drop between the chamber 72 and the interior 
of the tubes 80 relative to the velocity and 
pressures of the gas entering through Inlets 70 
so as to provkle substantially uniform volumes 
of gas flows through the orifices 86 into the 
tubes 60. 

The diverging passageways in the member 78 
are formed in a manner to provide for reduction 
of the velocity of the gas to produce uniform 
gas distribution over the inlet of the catalyst, 
ihe rate of increase of the cross-section of the 
passageway 84 as it proceeds downward, i.e.. 
the angle 98 that the wall of the passageway 84 
makes with the straight wall of Ihe tubes 80, 
must generally t>e equal to or less than about 
15° and preferably equal lo or less than 7° in 
order lo minimize or avoid creating vortices 
within the passageways 84. This assures that 
the essentially completely mixed gases, at a 
temperature near to or exceeding the autoigni- 
tion temperature, will pass into the catalyst t>ed 
in a time preferably less that autoignition delay 
time. The configuration of the bottom end of the 
passageways, as shown in Fig. 4, is circular. 

The product gas exiling the outlet section 34 
consists essentially of methane, carton oxides. 
I.e. carbon monoxide and carbon dioxide, 
hydrogen and steam. Trace amounts of C2- and 
higher hydrocarbons may be present in the 
product gas. As used herein "trace amounts' 
means less than about Q.Wo by weight. 

The catalytic partial oxidation reaction is 
preferably carried out in the catalytic reaction 
section 32 at a pressure greater than 690 KPa, 
more preferably at a pressure greater than 1724 
KPa. The catalytic partial oxidatton reaction is 
carried out at a temperature between about 
760°Cand1090°C. 



Natural gas is converted to synthesis gas in a 
catalytic partial oxidation reactor of the con- 
struction shownin Fig. 1. There are included 
nine catalyst discs 54. each having a diameter of 
30 inches (0.76m) and a thickness of 10 inches 
(0.2Sm). The discs are formed from a honey- 
comb monolith of cordierite material with a 
geometric surface area of approximatety 25 
ctn^/cm^. A high surface area alumina layer is 
deposited on the cordierite to serve as a 
support upon which finely dispersed catalytic 
metal components are distended. The catalytic 
metal components are approximately 500/o by 
weight platinum and 500/o by weight palladium. 
Space velocity of the catalyst is 97,000 hr.-' 

Natural gas (>95(Vo methane) is mixed with 
steam at various steam-to-carbon molar ratios, 
heated and supplied through 25.4-centimeter 
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diameter inlet 66 at a pressure of 2760 KPa. Air 
is heated and supplied through two 20.3-cen- 
timeter Inlets 70 at a pressure of 2830 KPa. The 
diameter of the lower portion 76 of the chamber 
72 is 27 Inches (0.68m) wth the diameter of the 5 
upper portion 74 being 36 inches (0.91m). There 
are 261 lubes 80 having 0.5 inch (12.7mm) 
Internal diameters and having lengths of 20 
inches (0.51m). Six orifices 85 of 0.123-inch 
(3.2mm) diameter are formed in each tube with 10 
four of the orifices evenly spaced around each 
tube at a distance of 4 inches (0.102m) above 
the lower end of the tube and with the remaining 
two orifices formed opposite each other at a 
distance 6 Inches (0.152m) above the lower end 15 
of the tube. The bottom member 78 has a 
thicloiess of 5 inches (0.127m) and the pas- 
sageway sections 84 are conical with upper 
diameters of 0.5 Inches (12.7 mm) and lower 
diameters of 1.75 inches (44.5mm). Pressures 20 
within the chambers 68 and 72 are maintained at 
essentially the Inlet pressures. 

The temperature of the mixed reactant gases 
is 590° C Rg. 6 shows oxygen consumption for 
the above process, as function of steam-to-car- 25 
bon molar ratio, for reaction temperatures of 
870°C, 950°C and 1040°C and an operating 
pressue of 2760 KPa. It can be seen from the 
graph that oxygen consumption, expressed as 
oxygen-to-carbon molar ratio, is relatively low 30 
for the process of the invention as compared 
with present commercial partial oxidation pro- 
cesses. The dashed line 25 in Fig. 6 represents 
the conditions under which carbon deposits are 
formed, and particularly, shows a generally 35 
linear function of temperature with respect to 
the steam-to-carbon molar ratio, including the 
range of IIMO'C for a steam-to-carbon molar 
ratio of 0:1 to 870''C for a steanj-to-carbon 
molar ratio of 0.4:1. ^0 

Fig. 7 shows the molar ratio of hydrogen, as 
Hz, to carbon monoxide in the product as a 
function of steam-to-carbon ratio for reaction 
temperatures of 870° C, 950°C and 1040° C. 

Figs. 8 and 9 , respectively, show the amounts 45 
of methane and carbon dioxide, as volume o/o, 
in the product as a function of steam-to-carbon 
ratio for reaction temperatures of 870°C, 950°C 
and 1040°C. 

Rg. 10 shows the effective Hz production of SO 
the process, expressed as total moles of H2 and 
carbon monoxide in the product diwded by total 
moles of H2 and carbon in the feedstock. 

Figs. 6-10 show that the process of the 
invention is capable of producing synthesis gas 55 
of a high level of efficiency and at low oxygen 
demand, using relatively low oxidation tempera- 
tures and relatively inexpensive catalyst materi- 
als. As those skilled in the art will be avvare, 
numerous variations of the foregoing example 60 
virtll be possible within the scope of the 
invention. This example is intended only to 
illustrate the process of the invention and is not 
intended to limit its scope in any way. 



Claims 



1. A process for producing synthesis gas 
from a hydrocarbonaceous feedstock by intro- 
ducing to a catalytic partial oxidation zone an 
essentially completely mixed gaseous mixture 
of a hydrocarbonaceous feedstock, oxygen or 
an oxygen-containing gas and, optionally, 
steam; and partially oxidizing the hydrocarbo- 
naceous feedstock In the catalytic partial oxida- 
tion zone to produce a gas consisting essen- 
tially of methane, carbon oxides, hydrogen and 
steam by passing the mixture through a catalyst 
capable of catalyzing the oxidation of the 
hydrocarbons; characterized in that the ga- 
seous mixture has a steam-to-carbon molar 
ratio from 0:1 to 3.0:1, an oxygen-to-carbon 
molar ratio from 0.3:1 to 0.8:1, said mixture is 
introduced to the catalytic partial oxidation 
zone at a temperature not lower than 93° C 
below Its autoignltion temperature, and said 
catalyst has a ratio of geometric surface area to 
volume of at least 5 cmz/cm'. 

2. A process as claimed in claim 1, charac- 
terized in that the gaseous reaction mixture 
passes through the catalyst with a space 
velocity from 20,000 hr< to 500,000 hri. 

3. A process as claimed in claim 1 or claim 2, 
characterized in that the mixture is introduced 
Into the partial oxidation zone at a temperature 
at least equal to its autoignition temperature. 

4. A process as claimed in any one of claims 1 
to 3, characterized In that the steam-to-carbon 
molar ratio in the gaseous mixture is from 0.3:1 
to2.0:1. 

5. A process as claimed in any one of claims 1 
to 4, characterized In that the oxygen-to-carbon 
molar ratio Is from 0.45:1 to 0.65:1. 

6. A process as claimed In any one of claims 1 
to 5, characterized in that the catalyst has a 
geometric surface area to volume ratio from 20 
cm^/cm^ to 40 cm^/cm^. 

7. A process as claimed in any one of claims 1 
to 6, characterized In that the temperature of 
the gaseous mixture at the Inlet to the catalytic 
partial oxidation zone is from 340°C to 650° C. 

8. A process as claimed in any one of claims 1 
to 7. characterized in that the hydrocarbona- 
ceous feedstock and steam are first admixed 
and heated to a temperature from 340° C to 
650° C; and the resulting mixture is admixed 
with oxygen or oxygen-containing gas which 
has been heated to a temperature from 65°C to 
650° C, thereby producing a mixture which will 
undergo autoignition; and introducing the mix- 
ture with oxygen to the inlet of the catalytic 
partial oxidation zone before the autoignition 
delay time of the mixture with oxygen elapses. 

9. A process as claimed in any one of claims 1 
to 8, characterized in that the catalyst com- 
prises at least one monolithic structure having a 
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honeycome cross-section, said structure cocn- 
prising alumina, spinel, zirconia spinel, mullite 
aluminum titanate. mullite. Mn/MgO cordierite 
or cordierite. 

10. A process as claimed in any one of claims 1 
to 8. characterized in that said catalyst com- 
prises wire mesh. 

1 1 . A process as claimed in any one of claims 1 
to 8, characterized in ttiat said catalyst com- 
prises a structure substrate coated with a 
material selected from ttie group consisting of 
platinLfm, rhodium, Irridium, osmium, ruthenium, 
palladium, nickel, chromium, cobalt, cerium, 
lanthanum and mixtures thereof. 

12. A process as claimed in any one of claims 1 
to 11, characterized in that the reaction tem- 
perature of the catalytic partial oxidation is from 
760°Cto1090°C. 

13. A process as claimed in any one of claims 1 
to 12, characterized in that the pressure in the 
catalytic partial oxidation zone is greater than 
690 KPa. 

14. A process as claimed in any one of claims 1 
to 13, characterized in that the pressure in the 
catalytic partial oxidation zone is greater than 
1724 KPa. 

15. A process as claimed in any one of claims t 
to 14, characterized in that the catalytic partial 
oxidation reaction is carried out in the essential 
absence of steam reforming reactions. 

16. A process as claimed in claim 15, charac- 
terized in that the catalyst in the partial 
oxidation zone has essentially no catalytic 
activity for steam reforming. 

17. A process as claimed in claim 16 or claim 
16, characterized in that the hydrocarbon 
slippage is not greater than about 2<Wi. 

18. A process as claimed in any one of claims 1 
to 17. characterized in that the hydrocarbona- 
ceous feedstock is natural gas, the natural gas 
is mixed with steam in a steam-to-carbon molar 
ratio in the range from 0.3:1 to 2.0:1, the natural 
gas and steam are heated to a temperature in 
the range from 340° C to 650" C, the resulting 
mixture of natural gas and steam is admixed 
with oxygen or oxygen-containing gas which 
has been heated to a temperature from 65°C to 
650° C, the mixture of natural gas, steam and 
oxygen are Introduced to a catalytic partial 
oxidation zone before autoignltion time delay 
elapses, the gaseous mixture passes through 
the catalyst with a space velocity from 20,000 
hri to 500,000 hr^ and the gaseous mixture 
undergoes catalytic partial oxidation at a tem- 
perature in the range from 760'C to 1090°C to 
pnjduce a synthesis gas consistit^ essentially 
of hydrogen, carbon oxides, steam and meth- 

19. A process as claimed in claim 18, charac- 
terized in that the synthesis gas contains no 
more than 2<Vo of unreacted natural gas. 

20. A process as claimed in claim 18 or claim 
19, characterized in that the partial oxidizing Is 
performed at a temperature which is equal to or 
greater than a linear function of the steam-to- 



carbon molar ratio including the range from 
1040''C for a steam-to-carbon nwlar ratio of 0:1 
to 870° C for a steam-to-carbon molar ratio of 
0.4:1. 
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